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XIX. Experiments and Obfervatkns m 
Charcoal : By Jofeph Prieftley, LL, D* 
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Read April $> * MONG the original experiments* 
177 ° 9 A publifhed in the Hiftory of fitoflri* 
city, was an account of the conducting power of 
charcoal. This fubftance had been confidered by 
electricians, in no other light than that of mere per- 
fectly baked wood, which is known to be no con* 
du&or of ele&ricity. I have even heard of attempts 
being made to excite it ;, and though thofe attempts 
were ineffectual, the failure of fuccefs was attributed 
to other caufes than that of charcoal being no 
eleCtric fubftance ; fo fixed was the perfuafion, that 
water and metals were the only conducting fub- 
ftances in nature. The confideration of the che* 
mical properties of charcoal, which are, in many 
refpeCts, remarkably different from thofe of the 
wood from which it is made, might have led them 
to fufpeCt, that fince, after its being reduced to a 
coal, it was become quite another thing from what 
it was before, it might poffibly differ from wood in 
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this property ; but this consideration had not been 
Efficiently attended to. 

In the account of my former experiments on char- 
coal, I obferved, that there were very great differ- 
ences in the conducting power of charcoal, and 
particularly of wood charcoal, though I could not 
determine on what circumftances in the preparation, 
&c. thofe differences depended. I thererefore ex.- 
prefled a wifh, that fome perfon, who had conveni- 
ences for making chemical experiments, would 
profecute the inquiry, as one that promifed, not only 
to afcertain the caufe of the conducting power of 
charcoal, but perhaps of conducing power univer- 
fally. Not hearing that any chemift or efcdtrician 
has attended to this bufinefs, I have, at length,, re- 
fumed the fubje<5t, though not with every advantage 
that I could have wifhed. I have, in a great mea- 
fute, however, fucceeded in the principal objed: 
of my inquiry; and I fhall now lay before this 
Society, the refult of my experiments and ob~ 
fervations. 

I (ball begin with corre&ing a miftake I lay under 
at the time that I made the former experiments. 
Having been informed by perfons, who attend the 
making of pit charcoal, that it was confiderably in- 
created in bulk after the procefs -, I imagined that all 
other fubftances received an increafe of bulk, when 
they were reduced to a coal •> but the firft experi- 
ments that I made, convinced me of my miftake. 
AH vegetable fubftances are confiderably con trafted 
in all their dimenfions, by the procefs of coaling, 
and the more perfeft this procefs is, that is, as will 
fee explained hereafter, the greater heat is applied in 

the 



[ 2I 3 ] 

the courfe of it, the greater is the diminution. I 
have even reduced pieces of wood to little more than 
one fourth of their original length and breadth, in a 
common fire, by the ufe of a pair of hand bellows 
only. And this was the cafe equally with wood of 
the firmeft texture, as ebony; that of a middle tex- 
ture, as oak ; and that of the loofeft, as fir, &c. 

As moifture, and, I believe, fmall degrees of heat 
or cold, afFedls wood much more fenfibly acrofs the 
fibres than along them, it might have been fuppofed, 
that when wood was reduced to a coal, by the ap- 
plication of a greater degree of heat, the fame rule 
would have been obferved ; but I found very little 
difference in this refpedt. To afcertain this circum- 
ftance, I took, from the fame board, two pieces, each 
2 | inches in length. In one of them, the fibres 
were divided, in the other they were not; and after 
coaling them thoroughly together, in the fame 
crucible, I found that the former meafured 2.05 
inches, and the latter 2.15. Their conducing. power 
could not be diftinguifhed. 

A more particular account of the degree, in which 
wood is fhortened in coaling, will be feen afterwards, 
when the variations in this refpeft are compared with 
the variations in the power of conducing electri- 
city. 

To my great furprize, I found animal fubftances 
not reduced in their dimenfions by the procefe of 
coaling. This, at leaft, was the cafe with fome 
pieces of ivory, federal inches in length, and a piece 
of bone. They bore a very intenfe heat for many 
hours, and came out of the crucible confiderably 
diminished in weight, but hardly fo much as di- 
storted 
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(lotted in their fhape, as is remarkably the cafe with 
wood, and, I believe, all vegetable fubftances. 

In examining mineral fubftances, I found that 
my information, mentioned above, was jufh Coals 
are very much inlarged in their dimenfions by char- 
ring j but the experiment muft be made with great 
care, to judge of this circumftance j for, unlefs the 
operation be very flow, the coal will retain nothingof 
its former flhape, having been made in fome meafure 
fluid by the heat. The infide of all pieces of pit 
charcoal is full of cavitities, and there is generally a 
very large one in the center of every piece ; fo that, 
the dilatation is nothing like the extension of fibres j 
but is produced by the elafticity of the new formed 
vapour, in forcing its way out, while the fubftance 
is foft. 

With refped to the main objeft of my inquiry* 
I prefently fatisfied myfelf, that the concluding power 
of charcoal depends upon no other circumftance than 
the degree of heat, that is applied in the procefs of 
making it, I had not fufpe&ed this ; but numberlefs 
experiments clearly proved it. Taking an iron pot 
filled with fand, and putting into it pieces of wood, 
cut out of the fame plank, marking them, and care- 
fully noting their places in the pot, I always found 
that thofe pieces came out the beft condu&ors, that 
had been expofed to the greateft heat. The refult 
was the fame when I made coals of bits of wood, 
placed one above another, in a gun barrel, one end 
of which was made red hot, and the reft gradually 
cooler and cooler. 

Taking pieces of charcoal that conduced very 
imperfectly, or not at all, I never failed to give them 
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the ftrongeft conducing power, by repeating the 
procefe of coaling, either in a crucible, or a gun 
barrel, covered with fand, and kept in an intenfe 

heat. 

I could not find that the mere continuance of the 
fame degree of heat had any effed with refped to 
the conducing power of charcoal, 

Macquer and other chemifts define charcoal to be 
wood burned, without being fuffered to flame; but, 
with refped to its conducing power, and, I make no 
doubt, with refped to all other eflential properties 
alfo, it makes no difference whether it flame or not. 
1 have coaled pieces of wood, both in gun barrels, 
and in crucibles, flightly covered with fand, and have 
let the inflammable vapour that exhaled from them 
take fire, at various diftances from the fubftances* 
and I have alfo put pieces of wood in an open fire, 
and urged the heat applied to them-, with a pair of 
bellows 3 and in all thefe cafes have found the char- 
coal equally good. In the laft tjiethod, indeed, very 
little of the fubftance is preferved -, but the little that 
doth remain, after it has ceafed to flame, whether it 
be quenched immediately, or not, conduits as well 
as any charcoal whatever. But one can hardly be 
fure that the fame degree of heat is given to every 
part of a piece of wood, except it be expofed to it 
for fome time ; and in an open fire, urged with a pair 
of bellows, the wood waftes as faft as it is red hot, 
before the center of it is much aflfefted With the 
heat. 

When once any degree of conducing power is 

given to a piece of charcoal, 1 never found that it 

was afterwards leflened. A partial confuming of 
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it in an open fire doth not affed the remainder, as 
I obferved in the account of my former experi* 
ments. 

I had imagined, that the folidity of fubftances con- 
verted into charcoal would have had a very confider- 
able effed on the*** conduding power afterwards ; 
but the conjedure was not confirmed by experiment. 
Coals made of the lighteft woods conduced, as far 
as 1 could perceive, as well as thofe that were made 
from the moft folid, if they had been expofed to the 
fame degree of heat in the procefs. Fine (havings 
of fir, the thin coats of an onion, the lighteft fort, 
and every other vegetable fubftanee that 1 tried, con- 
ducted equally with coals made of oak or ebony. 

I had imagined, alfo, that the moment a piece of 
wood was become black with heat, it was, to 
all intents and purpofes, a real charcoal, and, along 
with other properties of charcoal, would condud 
eledricity, more or lefs: but I found, by coaling 
feveral pieces very flowly, that they would not con- 
dud: in the leaft degree, not only when they were 
made fuperficially black, but likewife when they 
were black quite through, and had remained a long 
time in the heat that made them fo ; fo that no eye 
could diftinguifh them from the moft perfed char- 
coal. 

I have fometimes found charcoal in fuch a ftate, 
that it would aflift the paflage of an explofion along 
its furface, when it would not condud a fhock any 
other way. 

In order to fatisfy myfelf in what proportions the 
diminution of weight, the decreafe of bulk, and the 
conduding power of wood and charcoal, correfponded 
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to one another. I took feveral pieces from the Tame 
plank, and having carefully weighed and meafured 
them, converted them into coals very flowly, and by 
a gradual increafe of heat, on an iron plate, held on 
the fire, turning them conftantly, to prevent their 
catching fire. The following were the refults. 

A piece of very old dry oak, weighing 12 grains, 
and which conduced in the imperfed: manner that 
wood generally does, from the moifture it contains, 
was, after the lofs of about one grain, no conductor 
at all 5 and it continued the fame as baked wood, till 
it was reduced to 4 grains, when it was black quite 
through ; and even then, no part of it conducted, 
except one corner, where it had catched fire. 

Another piece I carefully weighed and meafured 
feveral times, in the courfe of the procefs. At firft 
it weighed 12 grains, when its dimenfions Were 
2 inches and .45. At 8 grains they were 2 and .4; 
at 5 .5 gr. i .91 and .45 at 3 .5 gr. 1 .8 and .35. 
It was now become an imperfect conductor. I then 
urged it with a ftrong heat, in a crucible, and taking 
it out, it weighed 1 .75 gr. and meafured 1 .6, and 
.3. It was now aperfed conductor; and though I 
afterwards kept it in a very intenfe heat feveral 
hours, by which it was reduced to 1 gr. and mea- 
fured i .6, and .3, its conducting power was not 
fenfibly increafed $ but it was become very brittle 
or friable. 

It appears from thefe experiments, that thefe pieces 
of wood were reduced to about } of their weight 
before they would condud at all ; though, at the fame 
time, they were diminifhed in length (/. L along the 
fibres) only x ^. The breadth and thicknefs could 
Vol. LX. F f not 
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not be meafured with fufficient accuracy in thefe 
fmall pieces. To make them perfect conductors* 
they were reduced to about ^ in weight, and 4 
in length. 

A variety of circumftances led me to conclude 
that the caufe of blacknefs, and of the conducing 
power in charcoal, is the oil of the plant, made 
empyreumatic, and burnt to a certain degree. I 
therefore conclude that thefe properties are fomeway 
conne&ed with that part of the inflammable prin- 
ciple, otherwife called phlogifton, that is fixed and 
united to the earth of the plant, when the union is 
ftrengthened by an intenfe heat. 

The fand, with which I covered the fubftances 
that I converted into coals, and alfo the pipe clay 
which I fometimes put over them, contra&ed a 
blacknefs like charcoal, and would often conduft 
pretty well. Sometimes they would conduft a 
fhock. This muft have been owing to the oil they 
received from the fubftances out of which it was 
expelled by the heat. In the experiment of the 
gun barrel fitted with pieces of wood, mentioned 
above, the uppermoft pieces were not in the leaft 
burnt. They could hardly have been hot; yet, 
having contradted a fuperficial blacknefs, from the 
vapour of the oil expelled from the piece below 
them, they would even conduft a fhock, though not 
in the moft perfeft manner. 

Sometimes thofe fubftances that had no phlogifton 
themfelves, but received it in confequence of being 
placed in the neighbourhood of other bodies out of 
which it was expelled, would not conduft immedi- 
ately j but would be made to do fo by being expofed 
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to a greater heat, which more thoroughly burnt the 
oil with which their pores were filled. 

I put a piece of common pipe into a crucible, in 
which I was burning fome turpentine (which will be 
mentioned below); and it came out black quite 
through, like a pipe in which tobacco has been fre- 
quently fmoaked. In this ftate it would not condudt 
at all ; but, putting it into a crucible, covered with 
fand, I treated it in the fame manner as I would 
have done a piece of wood, in order to coal it, and 
it came out a very good conductor. Had it been 
burned in the open fire, the phlogifton would have 
efcaped, and the pipe would have been left white as 
at firft. 

Being convinced that the conducing power of 
charcoal depended upon the oil, or rather the phlo- 
gifton contained in the oil, and on the degree of 
heat with which it was burned, I took feveral me- 
thods to give vegetable fubftances more of this 
principle ; or at leaft endeavoured to make them re- 
tain more of it than they ufually do, in the procefs 
of coaling. But I had no apparent fuccefs in thofe 
experiments. 

I began with plunging a piece of old dry oak in 
oil '5 and then, pumping the air out of it, let it ftand 
in vacuo a day and night, in which time it feemed to 
difcharge a great quantity of air , after which, I let 
into the receiver the air, and thereby forced the oil 
into its pores. But the coal from this wood was not 
fenfibly better than others. The application of heat 
may perhaps expell the phlogifton in fuch a man- 
ner, that the refiduum, being fully faturated, can 
retain no more than a certain proportion. I made 
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coals of other pieces of wood, when they were 
covered with cement •, and I alfo coaled feveral pieces 
together, that they might receive phlogifton from 
one another ; but, in both cafes, without any fenfible 
improvement in the quality of the coal. 

In order to prevent the efcape of the phlogifton 
belonging to the fubftance to be reduced to a coal, I 
put fome pieces of wood into a gun barrel, and 
corked it as clofe as I could, at the fame time cover- 
ing the cork with cement. In this cafe the rare- 
fa&ion of the exhaling vapour never failed to drive 
the cork out; but it muft have been after a consi- 
derable refiftance to its efcape. However, I could 
not perceive any peculiar excellence in the charcoal 
made in this manner. 

I do not, indeed, know any method in which differ- 
ences in fubftances that conduct fo well as thefe can 
be accurately tried, at leaft none that can be applied 
in this cafe. The charcoal I can make in a common 
fire, by the ufe of a pair of hand bellows, I cannot 
diftinguifh, with refpeft to its conducing power, 
from the moft perfect metals, gold and filver; either 
by the length of the ele&ric fpark, the colour of it, 
or the found of the explofion. I make no doubt 
but that wood, in the procefs of coaling, may eafily 
have a degree of conducting power communicated 
to it, exceeding that of lead, iron, or the other 
more imperfect metals. 

We may, perhaps, be guided in our ccnjeftures 
on this fubjedt, by coiifidering the degree of heat 
that is necefiary, either to unite the phlogifton to its 
bafe, or to feparate them,* both in the cafe of wood, 
and the diiFerent'metals. Lead is very eafily calcined, 
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and it is alfo known to conduit eledrieity very fin-- 
perfedly. Iron foon turns to ruft ; and its conducing 
power I found to be very fmall, in comparifon with 
that of copper, or the more perfed metals. If, 
therefore, in making charcoal, a degree of heat be 
applied greater than is neceflary to calcine or revivify 
a metal, we may perhaps conclude, that the conduct- 
ing power of the charcoal will be fuperior to that of 
the metaL As it may be poflible to give charcoal, 
when cut off from any communication with the ex- 
ternal air, a greater degree of heat than filver or gold 
would bear, without being diflipated in vapour 5 it 
may even be poffible to make charcoal that fhall 
condud eledrieity better than thofe moft perfect 
metals. 

Had there been any phlogiftan in water, I fhould 
have concluded, that there had been no conducting 
power in nature, but in confequence of fome union 
of this principle with fome bafe. In this, metals 
and charcpal exactly agree. While they have the 
phlogiftan, they condud; when deprived of it, they 
will not conduit 

I believe, however, that 'all vegetable, or animal 
fubftances, that contain phlogiftan may be reduced 
to a coal i and if the heat applied in the procefs be 
fufficien*, that coal will condud eledrieity. Flefb, 
glue, bones, and other parts of an animal body, make 
good conduding charcoal. 

The only approach, or feeming approach, I ever 
made towards retaining more phlogifton than ufual, 
in wood reduced to a coal, was by the flownefs of 
the procefs. For I always found that, if the heat 
was applied very gradually, lefs. volatile phlogiftan, 
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i.e. lefs inflammable air, was expelled; and there- 
fore I filppofe that more of it was fixed. I could 
never afterwards, by equal degrees of heat, make 
this coal to weigh as little as another that was fir ft 
coaled by a fudden heat* 

I took two pieces of dry oak, the contiguous 
parts of the fame ftick, each weighing exa&ly 14 
grains. One of thefe 1 heated fuddenly. It yielded 
8 ounce meafures of inflammable air, and then 
weighed 2 grains. The other I heated flowly, but 
as vehemently, at the laft, as the other. It yielded 
only 1 J ounce meafures, and weighed 3 grains. 

I repeated the fame experiment feveral times, and 
always with nearly the fame refult. 

Examining the condu&ing pQwer of the pieces of 
charcoal, made with thefe different circumftances in 
the procefs, I could not diftinguifh which were better. 
Perhaps a more accurate method of trying them 
might (how, that thofe which were coaled flowly 
were the better conduftors ; unlefs, which is not 
improbable, the goodnefs of the conducting power 
confift in the completenefs of the union that is pro- 
duced between the inflammable principle and its bafe, 
which will depend upon the degree of heat only, 
and not on the quantity of phlogifton thus united to 
the earth. 

N. B. To catch the inflammable air, fet loofe in 
making charcoal, I put the fubftances into a gun 
barrel, to which I luted a long glafs tube, and to the 
tube I fattened a bladder, out of which the air was 
carefully prefled. 

As metals and charcoal agree in confifting of phlo- 
gifton united to an earthly bafe, and alfo in condudr- 
1 ' ing 
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ing ele&ricity, I fufpe&ed that thefe two different 
fubftances might alfo agree in their readinefs to ex- 
pand by heat. Mr. Smeaton was fo obliging as to 
affift me in my attempts to afcertain this circum- 
ftance v by the application of his excellent pyrometer. 
Though we could not make the experiment with all 
the exadtnefs that we could have wifhed, yet the re- 
fult of near thirty trials was uniformly in favour of 
the greater degree of expanfion, by heat in the 
charcoal, than in wood of the fame kind, as we 
imagined, out of which it was made. In general, 
the expanfion of the charcoal was about double to 
that of the wood. 

It is evident that a certain degree of heat makes 
wood and charcoal expand, and alfo that a greater 
degree of heat makes them contraa. I wiih we 
had an instrument to afcertain the precife degree of 
heat, at which the expanfion chafes, and the con- 
traction begins ; and whether the two effeds be pro- 
duced by the fame gradation. 

In the courfe of thefe experiments on charcoal, I 
met with afubftance, the conducting power of which 
k lingular,, and exhibits a beautiful appearance. In 
order to fee what would remain after burning a 
quantity of turpentine in a glafs tube, I covered it 
with fand, in a crucible, in the fame manner in 
which I ufed to make charcoal •, and, after letting it 
continue a fufficient time, in a very hot fire, and the 
flame had long ceafed, I examined the tube, and 
found that it had been melted ; but, inftead of any 
thing like charcoal, or the leaft blacknefs, I obferv- 
ed that the tube was uniformly lined with a whitifh 
glofly matter, that I could not fcrape off. Upon 
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trying whether it would conduct ele&ricity, I found 
it tranfmitted the fmalleft (hocks, to a confiderable 
diftancej and, what appeared very remarkable, the 
path of the explofion was luminous all the way, and 
feemed to confift of a prodigious number of fmall 
feparate fparks, fcattered to a great diftance, exhi- 
biting fuch an appearance as would be made by 
firing gunpowder fcattered catrelefsly in a line. The 
explofion very much refembled the firing of a fquib. 
To compare it to another ele&ric appearance, it 
was like the explofion paffing through a thin fur- 
face of gilding. 

I imagine that, though I could not perceive any 
interruption in this white coating, not even by the 
help of a microfcope, it muft, in fad, have been full 
of interftices, and the ele&ric fparks could only be 
vifible in paffing from and conducing one particle to 
another. 

In this experiment, I often got pieces of glafs very 
imperfectly covered, with intervals in the white 
coating very large and vifible; but, though Iexpofed 
the fame pieces of glafs to catch more of this mat- 
ter, I never could get a coating of it fo thick, but 
that, in tranfmitting the ele&rical explofion through 
it, it exhibited the fame luminous appearance, as if 
there were interftices in the circuit 

I got the fame matter from oil of turpentine, and 
oil of olives 5 but not from bees- wax, or fpermaceti 
oil j perhaps not from any animal fubftance. 

In order to obferve the progrefs of this incrufta- 
tion, I poured oil of turpentine on fome flat pieces of 
glafs, and burnt them on an iron plate, in the open 
fire, the heat being moderate j but the effeft was a 
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black covering, like foot, which would not condudl 
in the leaft. But thefe fame pieces of glafs, thus 
covered with the black coating, being put into 
a crucible full of fand, and urged with a ft'rong 
heat, came out white, and conducted exaftly as 
before. 

With a lefs degree of heat the black covering wa 
changed to white, but it did not adhere fo firmly to 
the glafs, as when the heat had been greater ; though 
it adhered more clofely than the black covering, 
which might be wiped off with a feather. But this 
white coating, produced by a moderate heat, would 
not conduit at all. 

In fome cafes I have found this whitifh matter to 
be difperfed by feveral expiofions, as Mr. Franklin 
found gilding with leaf gold to be. 

In whatever manner the pieces of glafs were 
covered, the coating vanished when it was made red 
hot in an open fire^ and the glafs that remained 
would not conduct, any more than it did before. 
This circumftance exaftly refembled the efcape of 
phlogifton from charcoal and metal, burnt in the 
open air. 

In a microfcope, this whitifla matter looked exa&Iy 
like metal, or rather fome of the femi-metals, hav- 
ing a bright polish, tho* it foon became, as it were, 
tarniflbed. 

To try whether it was metal, I dipped the pieces 
of glafs that were covered with it in the acids, but 
found that they had little or no effe£fc upon it, though 
it is by no means fixed in the pores of the glafs., but 
covers it quite fuperficially. 
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It was not in the leaft ^fFedled by the magnet; 
Upon the whole, the matter that forms this coating 
of the glafs feems to be a. kind of charcoal, only 
white i nftead of black. 

Conlidering that metals referable charcoal, in that 
they confift of an earth united to phlogifton, and 
that charcoal will not confume without burning in 
the open air (there being, probably, fomething in the 
atmofphere with which it can unite, on the principle 
of chemical affinities, the moment it is feparated 
from the metallic bafe) I imagined that metals might 
not calcine or vitrify except in the fame circum- 
fiances, and the event verified my conjecture. 

I took a certain quantity of lead, and having put 
it into an open crucible, oblerved that it was all vitri- 
fied in 10 minutes j but the fame quantity of lead, 
covered with pipe clay, and fand, was kept feveral 
hours in a much hotter fire, and was hardly wafted 
at all, the bottom of the crucible only being flightly 
glazed; it having been impoffible wholly to exclude 
all accefs of air, and fome bemg neceffarily in con- 
tact with it when the procefs began. Treating char- 
coal in the fame manner, I couid never prevent fome 
lofs of weight, when the crucible was kept in a 
very hot fire, for feveral hours. 

As, by this procefs, lead will bear a much greater 
degree of heat than would calcine or vitrify it in the 
open air, I {hould think it probable, that lead thus 
prepared muft have the phlogifton more clofely 
united to its earthy bafe, and be thereby a oetter 
conductor than common lead ; fince this is the cafe 
with charcoal thus treated. Perhaps lead, and other 
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bafe metals, may have their quality altered, and be 
improved in other refpe&s alfo by this proof; though 
they fliould not be changed into gold by it. The 

tecific gravity is not changed by this procefs $ fo 
at, alas ! it is ftill lead. 



Gg2 XX.MefMV* 



